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Tools
and

Working
Materials

PROCESSES

Measuring

the

Finger

Gauging

the

Metal

p. 346

Drawing

the

Pattern

Binding wire24-gauge
	Steel hammer

Flux
	Steel surface plate

Borax slate or saucer
	Square hole draw plate

Solder
	Draw tongs

Jeweler's shears
	Boric acid and alcohol

Camel's hair brush
	solution

Ring clamp
	Chamois buffing wheel

Half round file, 6-inch
	Rouge stick

Scotch stone
	Potassium sulphide so-

Polishing motor
	lution

Felt buffing wheel
	Whiting

Felt ring buff
	Stone lifter

Tripoli cake
	Pusher

Granite pan
	Small repousse tool

Soda,  ammonia,  and
	Chasing hammer

water solution
	Soft doth buffing

Small square file
	wheel

Snub nose pliers
	Burnisher

RING
	SHANK

Measure the finger for
	the size.

Gauge the metal sheet and wire to be used.

Draw a circle on paper with a compass one size
smaller than the measured size of the ring.
Draw the outline for the inside of the ring
around this circle.

Draw the outline of the outer contour a little
wider than the desired size of the finished ring,
as shown in Fig. 81.